(12) INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(19) World Intellectual Property Organization 

International Bureau 

(43) International Publication Date 
22 November 2001 (22J1.2001) 




PCT 



lllillllillllllllllllllllli 

(10) International Publication Number 

wo 01/88972 Al 



(51) International Patent Classification^: HOIL 21/321 

(21) International Application Number: PCT/FIO 1/00473 

(22) International Filing Date: 15 May 2001 (15.05.2001) 

(25) Filing Language: English 

(26) Publication Language: English 



(30) Priority Data: 
20001163 



15 May 2000 (15.05.2000) FI 



(71) Applicant (for all designated States except US)i ASM 
MICROCHEMISTRY OY [FIOTI; Kutojantie 2 B, 
FIN-02630 Espoo (FI). 

(72) Inventors; and 

(75) Inventors/Applicants (for US only) x SOININEN, Pekka, 
Juha [FI/FI]; Haltijatontuntie 21 A 1, FIN-02200 Espoo 
(FI). ELERS, Kai-Erik [FI/FI]; HMikfivaljakontie 7 A 3, 
FIN-00750 Helsinki (FI). 

(74) Agent: SEPPO LAINE OY; Itamerenkatu 3 B. 
FIN-00180 Helsinki (FI). 



(81) Designated States (national): AE, AG, AL, AM, Af, AT 
(utility model), AU, AZ, BA, BB, BG, BR, BY, BZ, CA, 
CH, ON, CO, CR, CU, CZ, CZ (utility model), DE, DE 
(utility model), DK. DK (utility model). DM, DZ. EC, EE, 
EE (utility model), ES, FI. FI (utility model), GB, GD, GE, 
GH. GM, HR, HU. ID, IL, IN. IS, JP, KE, KG, KP, KR, KZ, 
LC, LK, LR, LS, LT, LU, LV, MA, MD. MG, MK, MN, 
MW, MX, MZ, NO, NZ, PL, PT, RO, RU, SD, SB, SG. SI, 
SK, SK (utility model), SL, TJ, TM, TR, TT, TZ, UA, UG, 
US, UZ. VN, YU, ZA, ZW. 

(84) Designated States (regional): ARIPO patent (GH, GM, 
KE, LS, MW, MZ, SD, SL, SZ, TZ, UG, ZW), Eurasian 
patent (AM, AZ, BY, KG, KZ, MD, RU, TJ, TM), European 
patent (AT, BE, CH, CY, DE, DK, ES, FI, FR, GB, GR, IE, 
IT, LU, MC, NL, PT, SE, TR), OAPI patent (BF, BJ. CF, 
CG. CI, CM, GA, GN, GW. ML. MR, NE, SN. TD, TG). 

Published: 

— -with international search report 

For two-letter codes and other abbreviations, refer to the "Guid- 
ance Notes on Codes and Abbreviations" appearing at the begin- 
ning of each regular issue of the PCT Gazette. 



fN 

t> \ — 

0\ (54) Title: PROCESS FOR PRODUCING INTEGRATED CIRCUITS 
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(57) Abstract: This invention concerns a process for producing integrated circuits containing at least one layer of elemental metal ' 
^2 which during the processing of the integrated circuit is at least partly in the form of metal oxide, and the use of an organic compound 
containing certain functional groups for the reduction of a metal oxide layer formed during the production of an integrated circuit 
According to the present process the metal oxide layer is at least partly reduced to elemental metal with a reducing agent selected from 
^ organic compounds containing one or more of the foUowinjg functional groups: alcohol (-OH), aldehyde (-CHO), and carboxylic 
^ acid (-COOH). 
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PROCESS FQtt PRODUCING INTEGRA TED CIRCUITS 



Packgronnd of the Invention 



ViM nf the Invention 

5 This invention relates to manufacturing of integrated circuits (IC), and in particular to the 
reduction of metal oxides on a substrate into elemental metals during the manufecturing of 



Description of the Related Art 

10 Interconnects, capacitor electrodes and gate metals in integrated circuits (IC) are made of 
metals. Especially copper is aa attractive alternative for the interconnects due to its 
favourable electrical propaties, such as low resistivity. 

During the processing of integrated circuit a metal surface may become oxidised, whereby 
15 thd resistivity of tiie metal surfece and the interconnect thereof increases. An oxide layra: on 
a metallic interconnect restricts the flow of electrons through the interconnect and is 
debrimental in high-speed ^>plications of ICs. 

On the other hand, insulators are needed in the integrated cncuits to separate the metal 
20 wires electrically from each other. Typically the low dielectric constant materials that can 
be used as insulators do not endure high tenxperatures, i.e. temperatures of approximately 
400 °C or more. 

So called damascaae and dual damascene structures (c.f. Fig. 8) are common thin fihn 
25 stractures applied in the manufacturing of ICs. During the manufacturing of damascene and 
dual damascene structures, openings (vias) are made through an insulating layer to an 
underlying copper metal layer. Thtis, insulator surface is exposed to gas atmosphere. It is 
detrimental to the electrical properties of insulators to evaporate any volatile metal 
compound from the bottom of the openings and chemisorb even one molecular layer of 
30 copper compound on the msulator surface. Damascene processmg requires a diffusion 
barrier oa the insulator surfaces to prevent the diffusion of copper to the insulator. After a 
diffusion barrier layer is deposited, it is not possible to remove an oxide layer from the 
copper surface located on the bottom of the vias. It is obvious that there is a need for 
method where metal oxide can be removed without forming any volatile metal compounds. 



ICs. 
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According to prior art an oxide layer on a metal layer can be removed or reduced. US 
Patent No. 5 939 334 and EP publication No. 0 880 168 disclose a method of removing 
metal oxide layer by p-diketones. P-diketone vapour is contacted, e.g., with a copper oxide 
5 surface where copper p-diketonate and water are formed. Both reaction products are 
removed from the surface by evaporation and a metal surface is obtained. The process of 
the publication can not be successfiilly applied to the production of integrated circuits, 
since reliability problems occur due to metal contamination of the solid material. Volatile 
metal compound molecules chemisorb from the vapour phase onto the substrate surfaces 
1 0 surrounding the conductors, from which surface they difiuse into the insulator. 

According to the method disclosed in U.S. Patent No. 6,033,584 plasma treatment can 
be used for the reduction of copper oxide layer. Although the method can be used even at 
low temperatures, plasma tends to damage the insulator materials of an IC. Furthermore a 
1 S plasma generator adds cost and complexity to the overall IC manufacturing process. 

It is known that copper oxide can be reduced by hydrogen gas and carbon monoxide. 
A method of manufacturing semiconductor metal wiring layer by reduction of metal oxide 
by hydrogen of carbon monoxide has been described in U.S. Patent No. 5 731 634. Non- 
20 activated hydrogen has a rather strong H-H bond which requfres either increased process 
temperatures or additional energy, e.g. in the form of plasma. 

M. Utriainen at al. studied the reduction of nickel oxide with hydrogen (Applied Surfrice 
Science 157 (2000) pp. 151 - 158). Nickel may catalyse the breakage of the H-H bond and 
25 thus activate hydrogen gas. According to the publication the reduction of NiO could be 
done at 230 °C in 30 minutes. However, the authors state that the mentioned reduction step 
induced structural collapse of the thin film and pinholes were formed. 

Small molecules such as Hj and CO quickly diSiise inside a metal oxide film and form by- 
30 products (HjO and COj) inside the film. Due to increased size, these by-products have 
lower diflfiisivity towards the surface than the reducing Hj or CO molecules towards the 
film. Inareasing internal pressure may rupture the film and create pinholes. Therefore, the 
use of H2 or CO as reducing agents is hot favourable in the applications of the present 
invention. 
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The inventor made comparative experiments with hydrogen and anmionia without a 
catalyst. Ammonia was selected for making experiments because it is rich in hydrogen. The 
result was that hydrogen did not reduce copper oxide at 450 °C in one hour (Finnish patent 
5 application no. FI20001163). The inventor obtained the same result with gaseous 
ammonia: copper oxide could not be reduced at a temperature lower than 500 ^C. IC 
processing benefits from a simple reduction process of the present invention that works 
below 400 °C quickly enough (< 5 minutes) and does not contaminate insulator surfaces. 

10 Chemical reactions between copper oxide(s) and alcohols^ aldehydes and carboxylic acids 
are known in literature (Gmelin Handbuch der Anorganischen Chemie, Kupfer, Teil B - 
lieferung 1, System-Nummer 60, Verlag Cliemie, GMBH., 1958)- The experiments 
described in the publication were, however, carried out with copper oxide powdCT which 
may have large surface-to-volume ratio due to rough surface and thus is more easily 

15 reduced to copper metal than copper oxide in the form of a dense smooth layer is. No 
reaction conditions were given. Moreover, the publication does not discuss the possibility 
of using the reduction reaction for making metal thin films or in the process for producing 
integrated circuits. 

20 EP 0 469 470 Al discloses a process for reducing copper oxide on printed board. The 
^plication concerns copper foil conductors on a printed circuit board. Hydrogen, carbon 
monoxide or mixtures thereof or hydrazine were used as reducing agents. Platinum metal 
group metal catalyst is fixed on a copper oxide layer. The catal3fst activates the reducing 
agents at low temperatures. Copper oxide was used to improve the adhesion between 

25 copper metal and an insulating laminating (matrix resins) layer. Copper oxide was removed 
jfrom the copper surface by reduction. 

The disadvantage of the method of reducing copper given in EP 0 469 470 Al is that an 
activator metal (platinum group) is deposited on the surfaces. The platinmn group metals 
30 include ruthenium (Ru), rhodimn (Rh), palladium (Pd), osmiimi (Os), iridium Qi) and 
platinum (Pt). Depositing a uniform platinum group metal coating on the vias and trenches 
of damascene structures is a complicated and costly process with PVD and CVD methods. 
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EP 0 469 470 Al mentions a generation of reducing gas (hydrogen or carbon monoxide) 
through catalytic pyrolysis of alcohols, aldehydes, carboxylic acids, ammonia and 
hydrazine. The reducing gas is then contacted with the metal oxide. A disadvantage of the 
method is that catalytic pyrolysis may form non-volatile carbon-rich firagmeats from 
5 organic compounds that contaminate surfaces. These non-volatile fragments may not harm 
the functionality of macroscopic contacts (diameter about 0.1 — 1 mm) in printed circuit 
boards but these fractions are detrimental to microscopic contacts (diameter about 0.18 — 
0.2S ^m) in integrated circuits. 



10 EP 0 469 456 Al discloses a method of removing copper oxide from copper clad laminates 
used in printed circuit boards. Reducing gases are generated via catalytic pyrolysis of 
hydrazine and methylhydrazine. Hydrazine and methylhydrazine are harmful chemicals 
with carcinogenic and corrosive nature and pyrolysis may generate condensable 
compoxmds from methylhydrazine that contaminate sensitive surfaces of ICs. The contact 

15 areas made to the copper surface of a printed circuit board are of macroscopic scale 
(diameter in the order of 0.1 — 1 mm). The publication does not teach how to apply this 
invention to the manufacturing of microscopic damascene structures. . 

A method of liquid-phase removal of copper oxide from copper surfaces is known from 
20 WO 93/10652 Al and DE 41 08 073. The disadvantage of a liquid-phase based method is 
ttiat metal oxide is reacted into the form of a soluble metal compoimd that can adhere as a 
molecular layer to all surfaces exposed to the solution. Furthermore, it is costly to apply the 
liquid phase removal of metal oxide to a damascene process. For example, after liquid 
phase removal of copper oxide the substrate must carefidly be protected against any 
25 exposure to atmosphere that contains oxygen or reactive oxygen compounds before the 
deposition of a difiusion barrier. Many damascene process steps are preferably done in a 
cluster tool that only consists of vapour-phase processing units. The copper metal surface 
provided during the liquid-phase treatment is easily re-oxidised into copper oxide before 
the substrate arrives in a vapor-phase processing unit. Combining liquid-phase and gas- 
30 phase units is complicated and costly. Furthermore, it is difficult to apply the liquid phase 
treatment to the removal of metal oxide from the via bottoms in damascene and dual 
damascene structures since the IC substrate should be rinsed and dried carefully in oxygen- 
free atmosphwe and transported in perfectiy oxygm-free atmosphere or high vacuum 
enviroimient to the cluster tool to avoid the re-oxidation of the copper surface. 
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Sttinmarv of the Invention 

It is an aim of the present invention to eliminate the problems of prior art and to provide a 
5 novel metihiod of reducing metal oxides into elemental metals during the manufacturing of 
integrated circuits. 

The present invention is based on the finding that during the processing of integrated 
circuits the reduction of metal oxide(s) to elemental metal can be carried out using reactive 
10 organic compounds as a reducing agent. The organic compounds used in the present 
invention contain at least one functional group selected fiom the group of alcohol (-OH), 
aldehyde (-CHO), and carboxylic acid (-COOH), 

The present invention concerns a vapour phase process that is easily integrated to process 
15 equipment used for the manufacturing of mtegrated circmt (IC) chips. Preferably the 
vapour phase process is integrated to a damascene process or a dual damascene process. 
Applications for maldng c£5)acitor electrodes and gate metal are also presented. 

The present method is applicable for the recovering of the following metal oxide thin films 
20 into elemental metal thin films that are shown in Tab, 1 . 



Table 1. 



Group of the periodic table 
of the elements 


Oxide 


Metal 


Group 6 


M0O2, M0O3 


molybdenum Mo 


Group 6 


W02,W03 


tungsten W 


Group? 


ReOz, Re^Os, ReOa 


rhenium Re 


Group 8 


FeO, FcaOa 


ironFe 


Group 8 


RuOj 


rutheniimi Ru 


Group 8 


OsOa 


osmium Os 


Group 9 


CoO, C03O4 


cobalt Co 


Group 9 


RhzOj, RhOj 


rhodium Rh 


Group 9 


IrO^ 


iridium Ir 
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Groun 10 


NiO 


nii^lr^l ^Ti 


Oroun 10 


PdO 


'nsllflHiiivn T'/l 


Groun 10 


PtO-, 


T^la+ifmm 
^IctlXXlUlll Jit, 


Ofmir* 1 1 




v/vippcr v^u 


r^Tonn 1 1 

vJIVpIUL/ X X 




Oliver -rVg 


\jrxuup 1 1 


All o Mftr 1 ^^n 


gOXU xVU 


VJxOUp JLZ 




zmc Zfii 


vjroup iz 




caciiiuum ua 


vjrTOUp ij 


Tn n 
J112U3 


indium In 


vjroup 




gennaiuuni vie 


C^TCwm 1 /I 

\JXV^llLp X*T 


StiO SnO 


tin ^fi 
till oil 


Group 14 


PbO, PbOj 


leadPb 


Group 15 


SbjOs, SbjO^, Sb^Os 


antimony Sb 


Group 15 


Bi,03 


bismuth Bi 



The metal oxides Usted in Table 1 are formed unintentionally or can be intentionally 
deposited on a substrate by several ways or methods like PVD or CVD. The vapour 
pressure of the metal oxides to be reduced is required to be low at the reduction 
5 temperature to avoid the evaporation of the metal oxide. According to the present invention 
the reduction temperature can be less than 400 ^C, which extends remarkably the group of 
suitable metal oxides. In some bases tiie mat^als used for the IC manufacturing, e.g. 
porous silicon dioxide as a low-k insulator, withstand higher processing temperatures than 
400 ^'C. In these cases the upper reduction temperature limit can be extended to above 400 
10 °C, even up to 500 "^C. 

According to the invention of the present application the metal oxide thin film that is to be 
recovered into a metal thin film consists essentially of a metal oxide or a mixture of metal 
oxides. The conversion step is done with a gaseous reducing agent capable of arranging a 
15 stronger bond to the oxygen in the metal oxide layer than the metal to the oxygen in the 
said oxide layer. The gaseoxis reducing agent is C2Q)able of taking away the oxygen that was 
bound to the metal oxide and thus an elemental metal is left on the substrate surl^ce. 
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Tables 2 and 3 shows which metal oxides are preferably reduced to lower oxides or metals 
according to the present iavention. Preferably one or more of the following reducing agents 
are used: methanol, formaldehyde, formic acid, ethanol, acetaldehyde, isopropanoL Vapor 
mixtures can be made when at least two reducing agent chemicals are used at the same 
5 time. Experimental work indicates that it is easier to reduce the heavier metal oxides than 
lighter metal oxides of the selected oxides. 

Only the most aggressive reducing agents according to the present invention are able to 
reduce the oxides given in table 3 into metals or lower oxides. 

10 

Table 2. Metal oxides to be reduced according to the present invention. 



Unreduced: 


Reduced: 


AgzO 


Ag 




Au 


CoO 


Co 


C03O4 


CoO 


CiijO 


Cu 


CuO 


CU2O 


FeO 


Fe 




FeO 


IrO^ 


Lr 


M0O2 


Mo 


M0O3 


M0O2 


NiO 


Ni 


OSO2 


Os 


OSO4 


OsOj 


PdO 


Pd 


Pt02 


Pt 


Re02 


Re 


ReOs 


ReOa 


RezOy 


ReOs 


RhzOs 


Rh 


RuOa 


Ru 


RUO4 


RuOj 


WO2 


W 


WO3 


WO2 



BNSOOCiD: <WO 0188972A1 I > 




wo 01/88972 PCT/FIOl/00473 

8 

Table 3, Metal oxides to be reduced with the most aggressiye reducing agents according to 
the present invention. 



Unreduced: 


Reduced: 


BizOa 


Bi 


CdO 


Cd 


GeO 


Ge 


GeOz 


Geo 




Iti 


PbOj 


PbO 


PbO 


Pb 


SbjOj 


Sb 


Sb204 


SbjOj 


SbzOs 


Sb204 


SnO 


Sn 


SnOj 


SnO 


ZnO 


Za 



5 More specifically, the process according to the present invention is characterised by what is 
stated in the characterising part of claim 1 . 

A number of considerable advantages are obtained with the aid of the present invention. 

10 The present reduction mettiod utilises cheap reducing chemicals. Processing temp^:atures 
are relatively low and there is no need for additional energy, e.g. in the form of plasma. 

Due to low processing temperatures the present process is extremely advantageous for the 
production of integrated circuits. The rate of the reduction of metal oxide(s) to elemental 
15 metal is high. The rate of reduction depends on the thickness of the metal oxide layer to be 
reduced. Experiments show that a 400-nm thick copper oxide layer was reduced into pure 
copper metal in five minutes at temperatures as low as 3 10 °C. 

The amount of carbon and hydrogen impurities and oxygen in the reduced metal film is 
20 low. Thus, the present invention provides a unique combination of low processing 
temperature, short operation time and low level of carbon and hydrogen impurities in tihie 
produced thin fihns. 
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The present invention is based on the reduction of metal oxide into elemental metal. Source 
chemicals used in the present invention do not form volatile metal compounds; they react 
with the metal oxide forming only elemental metal and volatile metal-free by-products 
which are purged or pumped away from the substrate surface. Therefore, the method of the 
S present invention does not result in metal compound contamination of the insulator 
surfrices of liie IC device. 

The present invention provides a simple one-step reduction process for eliminating metal 
oxide and utilises cheap, commercially available source chemicals that can be vaporised 
10 without additional physical or chemical pre-processing such as pyrolysis or catalysis. 
Furthermore, compKcated Uquid phase treatment of the substrate is not needed. 

The present invention utilises simple liquid source chemicals that can be handled safely 
and evaporated easily into gaseous form before the reaction space where the metal oxide 
15 reduction takes place. 

According to the present invention a reducing agent with relatively bulky molecules 
(alcohols, aldehydes and carboxylic acids) are used. Bulky source chemical molecules do 
not easily diffuse inside the metal oxide film. The reduction reaction takes place only at the 
20 surface of the metal oxide layer. It is ^ected that during the reduction process oxygen 
ions diffuse towards the surface where oxygen is depleted by the reducing chemicals. 
Gaseous by-products are not formed inside tiie film but only on the sur&ce. Stmctural 
integrity of the forming metal film is preserved and no pirdioles will form on the film. 

25 When compared with a process using hydrogen as the reducing agent, it was foimd that the 
present process provides the desired reduction at much lower temperatures and with shorter 
process time than a process utilising molecular hydrogen gas. 

The invention can be used for reducing an insulating or semiconducting metal oxide layer 
30 on electrically conducting surfaces, in particular in damascene and dual damascene 
structures in integrated circuits. Thus, the metal oxide layer formed on the surj^e of the 
copper metal layer in the bottom of vias and/or trenches is reduced at least partly to metal 
with an organic reducing agent according to the present invention agent before the 
deposition of a diffusion barrier. Preferably the said metal is copper. 
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Further, the present invmtion provides means for depositing a seed layer for 
electrochemical deposition of copper in damascene or dual damascene structures of 
integrated circuits. A thin copper or other metal oxide layer deposited by any suitable 
5 method (e.g. an ALD method) is reduced at least partly to copper or other metal which then 
acts as the seed layer for the deposition of copper that fills trenches and vias on the 
substrate. The present invention also provides means for forming c^acitor electrodes and 
gate metal with good adhesion to the surrounding materials. 

10 In the following, the present invention is disclosed in more detail with the aid of a detailed 
description and by making reference to the attached drawings. 

Brief Description of the Drawing s 

15 Figure 1 depicts Time-of-Flight Elastic Recoil Detection Analysis (referred to as TOF- 
ERDA hereinafter) results measizred fi"om electrochemically deposited (referred to as BCD 
hereinafter) copper metal. 

Figure 2 depicts TOF-ERDA results measured firom oxidised ECD copper. 
Figure 3 depicts TOF-ERDA results measured firom oxidised ECD copper which had been 
20 reduced with methanol vapour at 385 °C for 5 minutes. 

Figure 4 depicts TOF-ERDA results measured from oxidised ECD copper which had been 
reduced with ethanol at 360 ^C for 5 minutes. 

Figure 5 depicts TOF-ERDA results measured from oxidised ECD copper which had been 

reduced with isopropanol at 360 **C for 5 minutes. 
25 Figure 6 depicts TOF-ERDA results measured from oxidised ECD copper which had been 

reduced with formic acid at 310 °C for 5 minutes. 

Figure 7 dqpicts the electrical resistance of copper samples. 

Figure 8 is a schematic view of the dual damascene stracture. 

Figure 9 is a schematic view of a capacitor structure. 
30 Figure 10 is a schematic view of an NMOS transistor suitable for CMOS structures. 

Detailed description of the Drawing s 



Figures 1 to 7 are described in tihie experiments in more detail. 
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The dual damascene structure shown in figure 8 consists of a previous metallization layer 2 
e.g. Cu, an insulating layer 4 e.g. Si02, a via etch stop 6 made of Si3N4, a via level insulator 
8 e.g. Si02» a trench etch stop 10 made of Si3N4, a trench level insulator 12 e.g. SiOa, a 
5 diffusion barrier 14 e.g. TaN, a seed layer 16 and a via/trench fill metal 18 e.g. Cu. 

The capacitor structure shown in figure 9 consists of a contact plug 30 e.g. tungstCTi W or 
polysilicon, an insulator 32, an optional dijSusion barrier 34 e.g. TiN, a lower electrode 36 
e.g. Ru, Pt or RuOs* a high-k dielectric film 38 e.g. barium strontium titanate (BST) and an 
10 upper electrode 40 e.g. Ru or Pt. 

The partial transistor structure shown in figure 10 consist of a substrate 60, an n-type well 
62, a p-type diffusion region 64 (right drain, left source), a shallow trench isolation oxide 
66, a gate dielectric 68, an optional barrier layer 70, a gate metal 72, a gate isolation 

15 spacers 74 and contact areas for timgsten plugs 76. The contact areas are dotted because 
they are not in the same vertical plane with the other numbered parts. A CMOS structure 
contains both PMOS and HMOS transistors. The contact areas against P-type 
semiconductor can be made of e.g. Ni and RuO. The contact areas against N-type 
semiconductor can be made of e.g. Ru. Platinum can also be applied under W plugs. The 

20 choice of the metal or electrically conductive metal compound deprads on the work 
fimction of the underlying layer and the reactivity of the surrounding materials with the 
said met^l or electrically conductive metal compound. 



25 Detailed Description of the Invention 

The production of integrated circuits is a complicated process with numerous steps which 
can be carried out in several different ways. The present process can be used in coimection 
with various processes, if only the resulting IC consists at least one conductive metal layer 
which during the processing of the IC is at least partly in the form of metal oxide. 

30 

In general, the stmcture of an IC comprises layers of different materials having differoit 
properties, different areas and, thus, also different functions in the structure. The layers are 
produced by any deposition method known per se. Preferred deposition methods include 
atomic layer deposition (ALD), chemical vapour deposition (CVD) and, particularly in the 
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case of deposition of copper metal layer, electrochemical deposition (ECD). Examples of 
layers in an IC structure are a dielectric layer and a diffusion barrier layer. The iosulation 
layer is needed to electrically separate the conductive layers from each other. The diflRision 
barrier layer, which is electrically conductive, is needed to prevent the difiusion of copper 
5 or otiier metal from interconnects into insulators or active parts of the device. On the other 
hand, the diffusion barrier layer prevents the difiiision of oxygen or other harmful elements 
to the metal layer. 

According to the present invention, a process for producing an integrated circuit typically 
10 comprises at least the following steps: 

— depositing on a substrate containing at least one metal layer at least one first layer 
capable of stopping a treatment for removing a dielectric from going fiulher in the 
structure, 

— depositing on said layer at least one first dielectric layer, 

15 — depositing at least one second layer capable of stopping a treatment for removing a 

dielectric from going ftuther in the structure, 

— depositing on said layer at least one second dielectric layer, 

- forming vias and/or trenches in the thus fonnedstmcture, whereby the metal laye^ 
on the substrate is at least partly exposed and OTddised, 

20 - reducing the oxidised metal layer at least partly to metal with a reducing agent 

selected from the group of organic compounds containing one or more of the 
following frinctional groups: alcohol (-OH), aldehyde (-CHO), and carboxylic acid 
(-COOH), 

- preferably depositing at least one diffusion barrier layer on said deoxidised metal 
25 surface, and 

- preferably depositing a metal layer of desired thickness on said diffiision barrier 
layer. 

The above steps are repeated until a structure having the desired properties is formed. 
30 Typically, in an IC structure, the above cycle is repeated 5-6 times. Prior to starting the 
next cycle, the surface of the deposited metal layer is planarised to the upper surface level 
of the second dielectric layer, and, preferably, a diffusion barrier or etch stop layer is 
deposited on said planarised copper layer. 
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By "metal (oxide) layer", and layer in general, is in the context of the present invention 
meant a layer which is grown from elements or compoimds that are transported as separate 
ions, atoms or molecules via vacuimi, gaseous phase or liquid phase from the source to the 
substrate. The choice of a deposition method for making a layer does not limit the 



range, e.g., from one molecular layer to 800 mn up to 1000 nm and even more. 

One of the most advanced IC structure is so called dual damascene structure which consists 
of a silicon substrate with transistors (source, gate and drain) on it. Only the first 
1 0 metallization level is done with tungsten plugs and alunoinum intercoimects to prevent the 
contamination of the gate with copper. The rest of flie metallization levels are made of 
copper. 

A more detailed example about the formation of metallisation layers and intercoimects with 
15 a dual damascene method is presented below. The details and the number of process steps 
may vary, but the general idea is largely the same. 

Step 1. A silicon nitride etch stop is grown on the previous metallization surface. 
Step 2. A via level dielectric is deposited. 

20 Step 3. Anotiber silicon nitride etch stop is deposited. 

Step 4. A ti^nch level dielectric is deposited. Si02 has been favoured as the dielectric 
material. Low-k material such as nitrided silicon oxide and polymers as well as porous 
insulators have been experimented as an alternative dielectric materiaL 
Step 5. Patterning of dielectric by photolithography. 

25 - A resist layer is deposited on dielectrics surface. 



5 



applicability of the present reduction process. The thickness of the layer varies in a wide 



The resist layer is patterned and the resist is removed fixjm the via areas. 

- Dielectrics is etched from the via areas with directional plasma. Etching 
terminates at the silicon nitride surface. 

- Resist is stripped from the surface. 



30 



Step 6. Patterning of the etch stop layer by photolithogr^hy. 



A second resist layer is deposited on the surface. 
The resist layer is patterned and it is removed from the trench areas. 
SiUcon nitride is removed with a short plasma nitride etch from the 
bottom of the holes that were made with the first plasma oxide etch. 
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- The second plasma oxide etch removes silicon dioxide from the exposed 
via and trench areas until the silicon nitride etch stop is reached, 

- The jQrst silicon nitride etch stop is removed from the via bottom and the 
second silicon nitride etch stop from the trench bottom with a short 

5 plasma nitride etch. 

- Resist is stripped from the substrate. 

Step 7. A diffusion hairier layer is grown on all e>q)osed surfaces. 

Step 8. A seed layer for copper deposition is grown with CVD or PVD on the diffusion 

barrier layer. 

10 Step 9. Vias and trenches are filled with copper by an electroplating process. 

Step 10. The substrate surface is planarized with chemical mechanical polishing (CMP). 
The surface is polished until there is copper and a barrier layer left only in trenches and 
vias. 

Step 1 1 . The surface is capped with a siHcon nitride etch stop layer. 
15 Step 12. The metallization process is then repeated for all the remaining metallization 
levels. 

The form and number of the trenches and vias formed to the structure are selected to match 
the production objective. 

20 

As the resist layer is removed as presented above, the copper layer, which is at 
corresponding points subjected to the ozone treatment, is oxidised at least partly, thus 
forming copper oxide. This copper oxide layer is, according to the present invention, then 
essentially totally or at least partly reduced to copper metal. The undesired oxidation of 
25 metal may occxu- during the production of an IC structure at different process stages, and 
the present process is advantageously used for the reduction of the copper oxide layer at 
least partly to copper metal in any or all of these stages. 

Depending on the desired stmcture, the number of metal layers in an IC structure can be 
30 from one up to two, three, four or even six or more. For example, a copper layer (copper 
plug) is typically deposited on the surface of the difrusion barrier layer in flie bottom of 
vias and in trenches. The reduction process of the present invention can be used in 
coimection with the deposition of any or all of the metal layers of an IC stmcture. 
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According to a first embodiment of the present invention a copper layer needed as an 
intercoimect in an IC structure is deposited by growing a copper oxide layer of desired 
thickness on the substrate by any suitable method, and then reducing it to copper metal 
layer with the reducing agents used in the process of the present invention. 

5 

According to a second preferred embodiment of the present invention, a seed layer for flie 
deposition of a copper layer (cf. process step 8) on a substrate is foimed by first depositing 
by any suitable method a thin copper oxide layer having a thickness typically in the range 
of 0.1 — 10 nm. Said copper oxide layer is tiien reduced at least partly to copper metal, and, 
10 thereafter, a copper metal layer can be deposited by any suitable method. Thus, the 
methods used for depositing the copper oxide layer and the copper metal layer can be 
selected independently. 

The substrate used in the present process is typically silicon, although also other 
alternatives can be used. It is to be understood that in tbe case where a second, third, etc. 
15 metal layer or metal oxide layer is deposited, "the substrate" is typically the diffusion 
barrier layer previously deposited. Thus, the substrate can also comprise materials like 
amorphous transition metal nitrides, such as TiN, TaN and WN. 

As already discussed, the metal oxide layer to be reduced can be, for example, intentionally 
20 deposited layer of metal oxide or it can be the result of an undesirable oxidation of metal in 
the form of native oxide. Thus, the chemical structure and the oxygea content in the layer 
to be reduced can vary widely. Typically, it is in the range of 5 to 75 at-%, and in particular 
from33 to50at-%. 

25 The tiiickness of the layer to be reduced is typically in the range of 0.1 to 1000 nm. It is 
easily xmderstood that in the cases where the layer to be reduced is a layer of native oxide 
resulting firom undesired oxidation of the surface metal, the thickness of the layer is 
typically less than in tihie cases where a relatively thick layer of oxide is deposited on a 
substrate and then reduced to metal. The thickness of the native oxide layer formed on a 

30 metal layer is typically in the range of 0.1 to 100 nm, in particular from 0.1 to 50 nm. On 
the other hand, it is possible to reduce a metal oxide layer of 100 to 1000 mn, in particular 
300 to 500 nm to metal. 
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The reduction process is preferably cairied out in a reaction space which enables controlled 
temperature, pressure and gas flow conditions. Both low-pressure and atmospheric pressure 
reactors can be used for the reduction process. 

5 The substrate containing the metal layer to be reduced is placed in a reaction space, and the 
reaction space is preferably evacuated to vacuum. The organic reducing agent is vaporised 
and fed to the reaction space, optionally with the aid of an inert carrier gas, such as 
nitrogen. The reducing agent is contacted with the substrate, whereby the metal oxide layer 
is reduced at least partly to metal and the reducing agent is oxidised. Typically, the reaction 
10 space is then purged with an inert carrier gas to remove the unreacted organic reducing 
' agent and reaction products^ 

The reduction process according to the present invention is carried out at low temperatures. 
Theoretically, the reactions between oxide(s) and the reducing agents used in the process of 

15 the present invention are favourable in a wide temperature range, even as low as room 
temperature. Kinetic factors and the difiusion rate of oxygen to the thin film surface set a 
lower limit to the actual process temperatures that can be applied successfully. The 
temperature in the reaction space is typically in the range of 250 to 400^C, in some cases, 
substrate materials permitting, up to 500 **C, preferably 300 to 400 ®C and in particular 310 

20 to 390 ^C. Ih case of very thin metal oxide &in fihns, in the order of about 0.1-10 nm, the 
reduction can be done even below 250 **C. 

The pressure in the reaction space is typically 0.01 to 20 mbar, preferably 1 to 10 mbar. 

25 The processing time varies according to the thickness of the layer to be reduced. A layer of 
copper oxide having a thickness up to 300 - 400 imi can be reduced in approximately 3 to 5 
minutes. For layers having a thickness of approximately 0.1-10 nm, the processing time 
is in the order of seconds. 

30 Examples of suitable arrangements are reactors used for deposition of fliin films by ALD 
and/or CVD. The reduction process can also be done in a cluster tool where the substrate 
arrives firom a previous process step, the substrate is treated with the reducing agent and 
finally transported to the following process step. In a cluster tool the reaction space 
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temperature can be kept constant, which improves clearly the tiaroiighput when compared 
to a reactor which is heated to the process temperature before each run. 

A stand-alone reactor can be equipped with a load-lock. In that case it is not necessary to 
5 change the temperature of the reaction space between runs. 



The amount of impurities present in the reduced copper layers is low. The amount of H and 
C impurities is typically in the order of 0.1 to 0.2 at-%. The amount of residual oxygen is 
typically in tiie range of 0.1 to 1 at-%, in particular 0.2 to 0.5 at-%. 

10 

According to third embodimrat of the present invention a seed layer for electrochemical 
deposition of a metal layer is formed. An IC substrate with open trenches and vias is 
provided into an ALD or CVD reaction chamber. A diffusion barrier layer 14 with a metal 
oxide layer 16 on it has been provided on the substrate earlier. The metal oxide 16 an be 
15 selected from a group of ReOj, R^Oj, RgO^, RuOa, OSO2, CoO, C03O4, RhzOa, RhOz, IrOa, 
NiO, PdO, PtOi, CU2O, CuO, AgjO and AUjOa or mixtures thereof A person skilled in the 
art understands that the reduction process is not limited to the said metal oxides because 
the stoichiometry may vary in metal oxides. 

20 The pressure of the reaction chambo: is adjusted to about 5-10 mbar with a vacuum pump 
and flowing nitrogen gas. The metal oxide film is converted into a metal layer and used as 
a seed layer 16 for an electroplating process. 

According to fourth embodiment of the present invention the metal layer is annealed before 
25 chemical mechanical polishing (CMP) in an atmosphere that contains a reducing agent in 
gaseous form selected from chemicals that contain at least one -OH, -CHO and/or -COOH 
ftmctional group. The annealing performed before the CMP step is called pre-CMP 
annealing. The reducing agent can be a gaseous mixture of at least two chemicals that 
contain at least one -OH, -CHO and/or -COOH ftmctional group. The reducing agent gas 
30 can be diluted with inactive gas, e.g. nitrogen gas. 

After the vias and trenches of the IC containing substrate are filled with electiochemically 
plated copper 18, a standard procedure of annealing follows. Annealing improves the 
physical and mechanical properties of the copper layer and therefore increases the 
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polishing rate and improves the imifonnity of the polishing. Since oxygen that is dissolved 
in the copper layer disturbs the grain growth of copper, it is advantageous to anneal the 
copper layer according to the present invention in a reducing atmosphere. The reducing 
agent gas can be diluted with iaactive gas, e.g. nitrogen or argon. The reduction 
5 temperature is preferably below 400 ^^C. 

According to fifth embodiment of the present invention the metal oxide is reduced into 
elemental metal after the post-CMP cleaning. Submicrometer particles are cleaned firom the 
surface of the device after chemical mechanical polishing which process is called post- 
10 CMP. However, some copper oxide may still be left on the copper metal surface. A mqtal 
oxide coating on the metal sur&ce impairs the adhesion between the metal layer and the 
thin film, e.g. an etch stop layer, which is deposited on top of the metal layer. Therefore it 
is advantageous to carry out the reduction step according to the present invention after the 
post-CMP process. A gaseous reducing agent is contacted with the substrate preferably 
15 below 400 ^C, the reducing agent being selected from orgaxiic compounds that contain at 
least one —OH, ^HO and/or -COOH functional group or Scorn gaseous mixtures of said 
organic compounds. 

According to sixth embodiment of the present invention metal oxide layer imintentionally 
20 formed on a via bottom is reduced. After the silicon nitride etch stop is removed 'fix>m the 
via bottom and resist is stripped from the substrate metal oxide can be formed on tiie 
exposed metal on the bottoms of the vias. The metal oxide must be eliminated by reducing 
it in order to provide low contact resistance between the copper and the adjacent diffusion 
bander thin film. A gaseous reducing agent is contacted with the substrate preferably below 
25 400 °C, the reducing agent being selected from organic compoimds that contain at least one 
-OH, 

-CHO or -COOH functional group or from gaseous mixtures of said organic compounds. 

According to seventh embodiment of the present invention an IC substrate with a reducible 
30 metal oxide layer on the surface is provided into a reaction chamber of a CVD reactor. The 
substrate is heated to a deposition temperature. The metal oxide is converted into 
corresponding metal and used as the first electrode 36. Then a thin film of a high-k 
dielectric material 38 is grown on the first electrode 36. The high-k layer 38 is optionally 
aimealed. Metal oxide film is grown on tixe high-k layer with a known deposition method, 
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e.g. with PVD or CVD or with ALD according to a pending patent application. According 
to the present invention, the metal oxide fihn is converted into corresponding elemental 
metal with a gaseous reducing agent selected from organic compounds that contain at least 
one —OH, -CHO or -COOH functional group or with a mixture of two or more gaseous 
S compounds of said reducing agents, optionally diluted with an inactive gas, e.g. nitrogen 
gas. The metal layer formed fliereof is used as the second electrode 40 of Hie capacitor. 

According to eighth embodiment of the present invention a substrate with reducible metal 
oxide on the surface is provided into a reaction chamber of a CVD reactor. Under the 

10 reducible metal oxide there may be, for example, transistor gate oxide 68 or doped silicon 
on source and drain areas 64. Hie substrate is heated to a reduction temperature, which is 
preferably less than 400 ^C. The metal oxide is reduced into corresponding metal with a 
reducing agent selected from organic compounds that contain at least one —OH, —CHO or — 
COOK functional group or from gaseous mixtures of said organic compounds. The metal 

15 formed thereof is used as the gate electrode of a transistor. The said metal can also be used 
as an intermediate layer 76 between silicon and tungsten plugs on tiie source and the drain 
areas of the transistor. 

According to ninth embodiment the present invention is applied to a back end assembly of 
20 ICs enq)loying copper wire and/or copper bonding pads. Since multi-level copper 
interconnects at tiie wafer level are becoming more conmion, more cost efiTective process 
and handling protocols that provide consistent, highly reliable interconnection between the 
pads and tiie package, regardless of the bonding wire employed are needed. 

25 During IC manufacturing processes wafers with copper bonding pads are exposed to 
processes that promote tiie formation of copper oxides on the surface. Such processes are 
for example wafer dicing, die attach epoxy curing and wire bonding. The metal oxide 
formed thereof is recovered to a metallic form by means of the present invention. 

30 The wafer dicing involves submerging the entire wafer surface in water during a high speed 
cutting operation where a diamond particle impregnated wheel spinning at high speed of 
rotation is used. Heat is generated at the cut line and the temperature of the silicon rises 
promoting the formation of oxide on the copper pad surface: 
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Organic materials such as epoxies loaded with silver flakes or silver powder are used to 
attach an individual dice to the die attach pad of the substrate. It is necessary to cure the 
epoxy based ntiaterial and various heat profiles utilized. The highest temperature typically 
used does not exceed 250 °C. The ciuing atmosphere may be either nitrogen or clean dry 
5 air. The devices typically do not undergo any significant cooling before being exposed to 
room air. The oxides formed at this point may also incorporate some carbon as there are 
solvents that outgas during the curing process and may redeposit on the surfaces during the 
oxidation process. The composition of such redeposits is not well defined at Ihis time. 

10 During the preheating step of the wire bonding tiie substrates are exposed to temperatures 
from 130 to 175 °C for varying periods of time. The entire track system of the bonder 
may or may not be equipped with an inert gas environment. Therefore, oxides may 
generate diuing this phase of flie bonding process. 

15 Various types of materials are used as substrates of an IC device. The substrate often 
consists of a copper alloy (A194, 7025C, EFTEC64T) and has silver stripes that are 
electroplated in well-defined areas. The plating may also consist of a complete plating of 
gold over palladium over nickel. Other substrate materials are organic in nature and are 
often made of a BT resin. Upon these substrates there is a patterned series of metal traces 

20 for signal management The base material is copper covered with nickel and gold. Most of 
the nickel- and gold-covered copper is covered with an organic material in the form of a 
solder mask. 

It is important to ensure tibat the die attach epoxy, electroplating, organic substrates and 
25 solder mask are not degraded by any cleaning process. 

Cmrently only organic substrates are routinely cleaned in an oxygen plasma to remove 
residues from the gold plating. Some work published by 
http://www.semiconductorfabtech.com indicates that a hydrogen/argon plasma is suitable 
30 for cleaning oxides from copper bonding pads. Details of the actual cleaning process were 
disclosed ia a paper (Nico Onda, Zeno Stossel et al., •^Hydrogen plasma cleaning a novel 
process for IC-packaging")- 
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The process derived from this proprietary chemistry of the present invention should be 
capable of removing not only oxide from the copper pads but from the leadframe itself. On 
leadframes there can be silver plated areas that contain silver oxide on metal surface. There 
is strong push in the industry that wants to abandon plating on leadframes if copper wire is 
5 used in the bonding process. This is being driven from a cost point of view. This requires 
both a robust oxide removal process and a wire bonding system that can prevent re- 
oxidation. The latter part we are now capable of doing. The process and hardware must 
provide cycle times of less than one minute per frame to compete with equivalmt plasma 
processes. The system cost must also be low and MTBA / MTTR must be in line with 
1 0 other assembly equipment Also there must be long intCTvals between routine maintenance. 
The maintenance time must be short and low cost also. 

According to tenth embodiment of the present invention nickel oxide on nickel plated 
surfaces, silver oxide on silver plated surfaces and copper oxide on copper surfaces that are 
15 related to wire bonding pads on dices and leadframes are reduced by means of the present 
invention. After epoxy has been applied to the dices, high temperatures should be avoided; 
therefore the applied reduction temperature must be very low, around 150 *^C, 

The thickness of oxide layer on metal pads varies from a wafer lot to another. The reducing 
20 method according to the eleventh embodiment of the present invention consists of a two- 
step reduction process. The first reduction step homogenizes wafer lots by diminishing the 
variation of the thickness of the metal oxide layers on the bonding pads. The first reduction 
step can be done at temperatures below 400 ^C. When a waf^ has been diced and tibe dice 
has been attached to the centre of a lead&ame the second reduction step takes place. The 
25 remaining thin layer of a metal oxide (typically copper oxide) on the bonding pads is 
reduced into elemental metal at around 150 ^C. A reducing agent is a an organic compound 
that contains at least one -OH, -CHO and^or -COOH functional group or a mixture of said 
organic compounds. The reducing agent is evaporated, optionally diluted with an inactive 
gas, e.g. nitrogen gas, introduced to the reaction space and contacted with the substrate 
30 surface that contains the reducible metal oxide. 
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The Reducing Agents 

The reducing agents are selected fiom materials having sufficient vapoxir pressure, 
sufficient theinaal stability at a substrate temperature and sufficient reactivity with the 
metal oxide to be reduced. 

Sufficient vqjour pressure means that there shoidd be enough source chemical molecules 
in the gas phase near the substrate surface to enable fast enough reduction reactions. 



In practice, suflBcient thermal stability means that tiie reducing agent itself should not form 
10 growth-disturbing condensable phases on the substrates or leave harmful levels of 
impurities on the substrate surface through thermal decomposition. Thus, one aim is to 
avoid non-controlled cond^isation of molecules on substrates. 

Further selecting criteria include the availability of the chemical at sxifBciently high purity, . .v; > 
15 and the ease of handling, inter al., witiiout severe precautions. - - , y 

According to the present invention, the reducing agents are selected fi-om organic 
compounds satisfying the above criteria. The organic compoimds used in the reduction 
according to the present invention have at least one functional group selected &om the 
20 group of alcohol (-OH), aldehyde (-CTO), and carboxyU^ - . - a. 

Suitable reducing agents containing at least one alcohol group are preferably selected jBrom 
the group of 

- primary alcohols which have an -OH group attached to a carbon atom which is 
25 bonded either to hydrogen (as in CH3OH) or to one other carbon atom, in particidar 

primaiy alcohols according to the general fonnula (T) 

R'--OH (I) 
wherein is a linear or branched C, - C20 alkyl or alkenyl group, preferably 
methyl, ethyl, propyl, butyl, pentyl or hexyl, 
30 examples of preferred primary alcohols being methanol (CH3OH), ethanol 

(CH3CH2OH), propanol (CHaCH^CH^OH), butanol (CH3CH2CH2CH2OH), 2-methyl 
propanol ((CH3)2CHCH20H) and 2-methyl butanol (CH3CH2CH(CH3)CH20H), 
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- secondary alcohols which have an -OH group attached to a carbon atom which is 
bonded to two other carbon atoms, in particular secondary alcohols according to 
formula (E) 



wherein each is selected independently from the group of linear or branched - 
C20 alkyl alkenyl groups, preferably methyl, ethyl, propyl, butyl, pKityl and 
hexyl, 

examples of swtable secondary alcohols being 2-propanol ((C3H3)2CHOHr) and ,2- 
butanol (CH3<:3a(OH)CH2CH3), 
— tertiary alcohols which have an -OH group attached to a carbon atom which is 
bonded to three other carbon atoms, in particular tertiary alcohols according to the 
general formula (SH) 



wherein each is selected independently from the group of linear or branched Q — 
C20 alkyl and alkenyl groups, , preferably methyl, ethyl, propyl, butyl, pentyl and 
hexyl, 

an example of suitable tertiary alcohol being rer/-butanol ((CH^^^OH)^ 

— polyhydroTcy alcohols, such as diols and triols, which can have primary, secondary 
and/or tertiary alcohol groups as presented above, for example ethylene glycol 
(HOC2CH2OH) and glycerol (HOCH2CH(OH)CH20H), 

— cyclic alcohols which have an -OH group attached to at least one carbon atom 
which is part of a ring of 1 - 10, typically 5-6 carbon atoms, 

- aromatic alcohols having at least one -OH group attached either to the benzene 
ring or to a carbon atom in a side-chain, such as benzyl alcohol (C^sCHgOH), o-, 
/?- and m-cresol and resorcinol, 

- halogenated alcohols, preferably having the general formula (IV) 



OH 



R*-CH-R* 




CH^3.„-R^-OH 
wherein X is F, CI, Br or I, preferably F or CI, 
n is an integer from 0 to 2, and 



(IV) 
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is selected from the group of linear or branched Cj - Qo 
alkylene and alkenylene groups, preferably methylene, ethylene, 
trimethylene, tetramethylene,pentamethylene 

andhexamethylene, and in particular methylene and ethylene, 
5 an example of a suitable compoimd is 2,2,2-trifluoroethanol (CFjCHjOH), and 

- other d^vatives of alcohols, for example amines, such as methyl ethanolamine 
(CHaNHOEIaCHaOH). 

Suitable reducing agCTits containing at least one -OBO group are preferably selected from 
10 the group of 

- compounds having the general formula (V) 

R'-CHO (V) 
wherein R^ is hydrogen or linear or branched — Cjo alkyl or alkenyl group, 
preferably methyl, ethyl, propyl, butyl, pentyl or hexyl, in particular methyl or 
15 ethyl, 

examples of suitable compounds according to formula (V) are formaldehyde 
(HCHO), asetaldehyde (CH3CHO) and butyraldehyde (CH3CH2CH2HO), 

- alkanedial compounds having the general foimida (VI) 

OHC-R^-CHO (VI) 
20 wherein R^ is a linear or branched Cj — C20 saturated or unsaturated hydrocarbon, 

but it is also possible that R^ is zero, i.e., the aldehyde groups are bonded to each 
other, 

- halogenated aldehydes, and 

- other derivatives of aldehydes. 

25 

Suitable reducing agents containing at least one -COOH group are preferably selected 
from the group of 

- compounds having the general formiila (VH) 

R'-COOH (VU) 
30 wherein R^ is hydrogen or linear or branched Ci — C20 alkyl or alkenyl group, 

preferably methyl, ethyl, propyl, butyl, pentyl or hexyl, in particular methyl or 
ethyl, 

examples of suitable compounds according to formula (VT) being formic acid 
(HCOOH) and acetic acid (CH3COOH), 
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- polycarboxylic acids, 

- halogenated carboxylic acids, and 

- other derivatives of carboxylic acids* 

5 In the reduction of a metal oxide, the reducing agent naturally oxidises Thus, of the 
reducing agents used in the present invention, the alcohols are oxidised into aldehydes and 
ketones, the aldehydes are oxidised into carbo^lic acids and the carboxylic acids into 
caibon dioxide. Water is formed in some reactions as a gaseous by-product It is important 
to select the reducing agents so that the oxidised reducing agents are volatile and can, thus, 
10 be easily removed from the reaction space after the reaction. 

In the following, the present invention is further illustrated with the aid of working 
examples. 

15 Examples 

The properties of the thin films were determined by following methods: 

Resistance was measured with a Hewlett Packard 34401A multimeter. Four leads were 
connected to two gold-plated contact pins. The arrangement enabled the elimination of the 
20 lead resistance. The distance between the pin tips was 13.5 mm. During tiie measurement, 
the pins were carefully pressed on sample surface with a 190 g mass. The set-iq> was used 
for a comparative analysis between the samples. 

Figure 7 depicts the electrical resistance of copper samples. The resistance value is an 
25 average of 10 measurements fi-om each sample. BCD copper metal deposited on silicon 
was used for all the experiments. ECD-l and ECD-2 are pure BCD copper metals without 
any additional treatments. O-ECD-1 and O-BCD-2 samples have a copper oxide coating 
(about 350 nm). The rest of the samples had a copper oxide coating before the reduction 
experiments. N2 is nitrogen gas with a claimed purity of 99.9999%, MeOH is methanol, 
30 BtOH is ethanol, 2-PrOH is isopropanol, tert-BuOH is tert-butanol, PrCHO is 
butyraldehyde, MCjCO is acetone, HCOOH is formic acid, CH3COOH is acetic acid, and 
H2 is hydrogen. The number after the reagent name is the reaction temperature in degrees 
C. The nmnber in parentheses is the reaction time in minutes. 
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Hie composition of thin films was detemimed with TOF-ERDA The samples were 
targeted on with 53 MeV ions. 



Figure 1 depicts TOF-ERDA results measured fi-om electrochemically deposited (referred 
5 to as BCD hereinafter) copper metal. Oxygen, carbon and hydrogen concentrations are 
below 0.1 at.-%. 



Figure 2 depicts TOF-ERDA results measured &om oxidised BCD copper. The pre- 
oxidised sample was heated at 350 - 380 ""C in nitrogen atmosphere for one hour. The 350- 
10 nm oxide layer had a composition of CujO. There is less than 0.1 at-% of carbon a^d 
hydrogen in the film. 

Free Gibb's energies (AG^ for the reaction equations were calculated using Outokumpu 
HSC Chemistry for Windows program, version 3.02 (Outokumpu Research Ltd., Fori, 
15 Finland). 

EXAMPLE 1 : Reduction with methanol vapour 

A silicon substrate having a copper oxide coating on copper metal was loaded to the 
reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evaciuited to 
20 vacuum and heated to 250 ^C, 310 °C, 360 or 385 °C depending on the experiment The 
pressure of the reaction chamber was adjusted to about 5 - 10 mbar with flowing nitrogen 
gas. 



Mettianol is a liquid having a vapour pressure of 128 mbar at 20 ^'C. Methanol was 
25 vaporised firom an external source bottle kept at 21 **C. Methanol vapour was mixed with 
nitrogen gas (400 std.cm^/min, claimed purity 99.9999%). The gas mixture was introduced 
to the reaction chamber and contacted with the substrate. The reaction time was 300 s. The 
consumption of methanol was 0.55 g. The reactor was cooled to below 100 °C before 
unloading the samples to room air. 

30 

It is assumed that methanol is oxidised with copper oxide into formaldehyde and water 
while copper oxide reduces into copper metal according to the reaction equations Rl and 
R2. Further reaction between formaldehyde and copper oxide is possible resulting in the 
formation of carbon dioxide. 

35 
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CuO(s) + CH30H(g) Cu(s) + HCHO(g) + H^OCg) AG(350 °C) - -100 kJ [Rl] 
Cu^OCs) +CH30H(g) ^ 2Cu(s) + HCHO(g) + U^Oig) AG(350 '^C) - -75 kJ [R2] 

Figure 3 depicts TOF-ERDA results measured from oxidised BCD copper which had been 
5 reduced with methanol vapour at 385 ®C for 5 minutes. There is 0.1 at-% of carbon and 
hydrogen and 0.5 at-% of oxygen in the fihn. 

EXAMPLE 2: Reduction with ethanol vapour 

A silicon substrate having a copper oxide coating on copper metal was loaded to the 
10 reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuimi and heated to 310 360 °C or 385 depending on the experiment. The 
pressure of the reaction chamber was adjusted to about 5-10 mbar with flowing nitrogen 
gas. 

15 Ethanol is a liquid having a vapour pressure of 59 mbar at 20 °C. Ethanol (grade BA14, 
claimed purity 99,5%) was v^orised from an Vernal source bottle kept at 21 ^'C. Ethanol 
vapour was mixed with nitrogen gas (400 std. cmVmin., claimed purity 99.9999%). Tlie 
gas mixture was introduced to the reaction chamber and contacted with the substrate. The 
reaction time was 300 s. The consumption of ethanol was 0.60 g. The reactor was cooled to 

20 below 100 before unloading the samples to room air. 

As a result, the copper oxide fihn reduced partially into copper metal at 310 **C. The 
reduction was complete in five minutes at 360 and 385 **C. 

25 It is assumed that ethanol is oxidised with copper oxide into acetaldehyde and water while 
copper oxide reduces into copper metal according to the reaction equations R3 and R4. 
Further reaction between acetaldehyde and copper oxide is possible resulting in the 
formation of acetic acid. 

30 CuO(s) + CH3CH20H(g) ^ Cu(s) + CH3CHO(g) + H20(g) AG(350 X) = -1 17 kJ 
[R3] 

Cu20(s) +CH3CH20H(g) 2Cu(s) + CHaCHOCg) + H20(g) AG(350 ^C) = -93 kJ 
[R4] 
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Figure 4 depicts TOF-ERDA results measured firom oxidised BCD copper which had been 
reduced with ethanol at 360 for 5 minutes. There is 0.1 - 0.2 at.-% of hydrogen and 
carbon in the film. Down to a depth of 150 nm there is 0.2 at.-% of oxygen. Below 150 nm 
there is up to 2.5 at.-% of oxygen in the fihn. 

EXAMPLE 3: Reduction with 2-propanol vapour 

A silicon substrate having a copper oxide coating on copper metal was loaded to the 
reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuum and heated to 310 "^C, 360 ''C or 385 °C depending on the e3q)eriment ITie 
pressure of the reaction chamber was adjusted to about 5-10 mbar with flowing nitrogen 



20 



Isopropanol, also known as 2-propanol, is a liqmd having a vapour pressure of 43 mbar at 
20 ""C. Isopropanol (Merck VLSI Selectipur) was evaporated fcom an extemal liquid source 
15 bottle kq)t at 21 °C. Isopropanol vapour was mixed with nitrogen gas (400 std.cniVmin, 
claimed purity 99.9999%). The gas mixture was introduced to the reaction chamber and 
contacted with the substrate. The reaction time was 300 s. The consumption of isopropanol 
was 0.70 g. The reactor was cooled to below 100 ''C before unloading the samples to room 



air. 



As a result, copper oxide reduced completely into copper metal at 360 and 385 ^^C in 5 
minutes. Partial reduction was obtained at 310 ^C. 

It is assumed that 2-propanol is oxidised with copper oxide into acetone and water while 
25 copper oxide reduces into copper metal according to the reaction equations R5 and R6. 

CuO(s) + CHjCHOHCHjCg) Cu(s) + CHsCOCHjCg) + HpCg) AG(350 °Q = -133 kJ 
[R5] 

CujOCs) + CHaCHOHCHjCg) -> 2Cu(s) + CHaCOCHaCgHH^OCg) AG(350 ^C) = -108 kJ 
30 [R6] 



Figure 5 depicts TOF-ERDA results measured fix)m oxidised BCD copper which had been 
reduced with isopropanol at 360 "C for 5 minutes. There is 0.1 - 0.2 aL-% of hydrogen and 
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carbon in the film. Down to a depth of 120 nm there is less than 02 at-% of oxygen. 
Below 120 nm there is up to 20 at.-% of oxygen in the film. 

EXAMPLE 4: Reduction with te#^-butanol vapour 
S A silicon substrate having a copper oxide coatmg on copper metal was loaded to the 
reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuum and heated to 385 ^C. The pressure of the reaction chamber was adjusted to about 
5-10 mbar with flowing nitrogen gas. 

10 Jferr-butanol, also known as 2-methyl-2-propanol, is solid at room temperature but it melts 
easily at +24 — +25 °C. It has a vapour pressure of 36 mbar at 20 °C. It was sublimated 
jfrom an external liquid source bottle kept at 21 *^C. Tfer^-butanol vapour was mixed with 
nitrogen gas (400 std.cmVmin, claimed purity 99.9999%). The gas mixture was introduced 
to the reaction chamber and contacted with the substrate. The reaction time varied from 5 

15 to t60 minutes depending on the experiment. The reactor was cooled to below 100 ®C 
before imloading the samples to room air. 

As a result, it was noticed that tertiary alcohol had much lower reactivity with copper oxide 
than secondary and primary alcohols. Complete reduction of copper oxide into copper 
20 metal was not obtained in 60 miautes when the reaction temperature was not higher than 
385 ^C. 

EXAMPLE 5: Reduction with butyraldehyde vapour 

A silicon substrate having a copper oxide coating on copper metal was loaded to the 
25 reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuimi and heated to 310, 360 or 385 °C depending on the experiment. The pressure of 
the reaction chamber was adjusted to about 5-10 mbar with flowing nitrogen gas. 

Butyraldehyde is a liquid having a vapour pressure of 148 mbar at 20 °C. It was evaporated 
30 from an external liquid source bottle at 21 ®C. Butyraldehyde vapour was mixed with 
nitrogen gas (400 std. cmVmin., claimed purity 99.9999%). The gas mixture was 
introduced to the reaction chamber and contacted with the substrate. Reduction 
experiments were made at 310, 360 and 385 *^C. The reaction time was 300 s. The 
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consumption of butyraldehyde was 1.3 g. The reactor was cooled to below 100 before 
unloading the samples to room air. 

As a result, copper oxide was partially reduced into copper metal at 360 and 385 °C in 5 
5 minutes. Resistance measurements showed that sides of the substrate had some oxide left 
while the middle of the substrate had very low resistance. Based on alcohol experiments 
with an OH group bound to variable sized hydrocarbons, it is expected that higher 
reactivity is obtained with smaller aldehyde molecules, such as formaldehyde HCHO or 
glyoxal C2H2O2, than with butyraldehyde. 

10 

It is assumed that butyraldehyde is oxidised with copper oxide into butyric acid, that has a 
clearly distinguishable odour, while copper oxide reduces iuto copper metal according to 
the reaction equations R7 and R8. 

15 CuO(s) + CH3CH2CH2CHO(g) Cu(s) + CHaCH^CH^COOHCg) AG(350^C) = -1 13 kJ 
[R7] 

Cu^OCs) + CaH3CH2CH2CHO(g) 2Cu(s)+ Cai3CH2Ci^COOH(g) AG(350°C) - -88 kJ 
[R8] 

20 EXAMPLE 6: Reduction ^th acetone vapour 

A silicon substrate having a copper oxide coating on copper metal was loaded to the 
reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuum and heated to 385 ^C. The pressure of the reaction chamber was adjusted to about 
5-10 mbar with flowing nitrogen gas. 

25 

Acetone is the most simple ketone. It is a liquid having a vapour pressure of 233 mbar at 
20 ^'C. It was evaporated from an external liquid source bottle kept at 21 °C. Acetone 
vapour was mixed with nitrogen gas (400 std.cmVmin, claimed purity 99.9999%). The gas 
mixture was introduced to the reaction chamber and contacted with flie substrate. 
30 Reduction experiments were made at 385 °C. Acetone vapour was in contact with the 
substrates for 5 or 60 minutes depending on the experiment. The consumption of acetone 
was 0.8 g (5 min) and 9.3 g (60 min). The reactor was cooled to below 100 ^^C before 
unloading the samples to room air. 
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It was noticed that the reactivity of a ketone was clearly inferior to the reactivity of an 
aldehyde. 

EXAMPLE 7: Reduction with formic acid vapour 
S A silicon substrate having a copper oxide coating on copper metal was loaded to the 
reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuum and heated to 250, 310 or 385 depending on the experiment The pressure of 
the reaction chamber was adjusted to about 5-10 mbar with flowing nitrogen gas. 

10 Formic acid is the most simple carboxylic add. It is a liquid having a vapour pressure of 42 
mbar at 20 °C. It was evaporated fcom an external liquid source bottle kept at 21 ^'C. 
Formic acid vapour was mixed with nitrogen gas (400 std. cmVmin,, claimed purity 
99.9999%). The gas mixture was introduced to the reaction chamber and contacted with the 
substrate for 300 s. The consumption of formic acid was 0.5 g. The reactor was cooled to 

15 below 100 °C before unloading the samples to room air. 

As a result, coppa: oxide reduced completely into copper metal in 5 minutes at 310 and 
385 ^C. It is assumed that formic acid is oxidised with copper oxide into carbon dioxide 
and water while copper oxide reduces into copper metal according to the reaction equations 
20 R9 and RIO. 

CuO(s) + HCOOH(g) ^ Cu(s) + CO^is) + H^OCg) AG(350 °C) = -191 kJ [R9] 
Cu^OCs) + HCOOH(g) -> 2Cu(s) + COaCg) + HjOCg) AG(350 ^'C) - -166 kJ [RIO] 

25 Figure 6 depicts TOF-ERDA results measured jfrom oxidised BCD copper which had been 
reduced with formic acid at 310 °C for 5 minutes. There is 0.2 - 0.3 at--% of oxygen and 
hydrogen and 0. 1 at.-% of carbon in the film. 

EXAMPLE 8: Reduction with acetic acid vapour 
30 A silicon substrate having a copper oxide coating on copper metal was loaded to flie 
reaction chamber of an F-120 ALCVD™ reactor. The reaction chamber was evacuated to 
vacuum and heated to 360 or 385 depending on the experiment The pressure of the 
reaction chamber was adjusted to about 5-10 mbar with flowing nitrogen gas. 
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Acetic acid CHaCOOH is a liquid having a vapour pressure of 15 mbar at 20 **C. It was 
evaporated from an external liquid source bottle kept at 21 °C. Acetic acid vapour was 
mixed with nitrogen gas (400 stdxmVmin, claimed purity 99.9999%)* The gas mixture was 
introduced to the reaction chamber and contacted with the substrate for 300 s. The 
5 consumption of CH3COOH was 0.8 g. The reactor was cooled to below 100 °C before 
unloading the samples to room air. It was observed that the reactivity of acetic acid was 
inferior to the reactivuty of formic acid, 

EXAMPLE 9 (COMPARATIVE): Reduction with hydrogen gas 

10 A silicon substrate having a copper oxide coated copper metal fihn was loaded to the 
reaction chamber. The reaction chamber was evacuated to vacuum and heated to 385^ 450 
or 500 °C depending on the experiment. The pressure of the reaction chamber was adjusted 
to about 5 - 10 mbar with flowing nitrogen gas. 

15 A hydrogen / nitrogen gas mixture (10 voL-% Hj) having a mass flow rate of 300 std. cmV 
min was used as a reducing agent. The gas mixture was introduced to the reaction chamber 
together with additional 400 std. cmVmin of nitrogen and contacted with the substrate. The 
reaction time varied from 5 to 60 minutes depending on the experiment 

20 As a result, hydrogen had rather low reactivity at low temperatures. Treatment with for 
one hour at 500 °C was needed for obtaining almost complete reduction of the copper 



It is assumed that hydrogen is oxidised with copper oxide into water while copper oxide 
25 reduces into copper metal according to the reaction equations Rl 1 and R12. 



30 EXAMPLE 10: Reduction of copper(II)oxide with ethanol 

A silicon substrate containing copper on the surface was first treated with ozone gas in an 
F-120 flow-type ALCVD™ reactor to create CuO film where copper has an oxidation state 
of 2+. After the O3 treatment tiie substrate was unloaded for inspection. There was a dark 



oxide layer. 



CuO(s) + H2(g) Cu(s) + H20(g) 
Cu20(s) + H2(g) 2Cu(s) + H20(g) 



AG(350 °C) = -114kJ 
AG(350 °C) = -90kJ 



[Rll] 
[R12] 





wo 01/88972 



PCT/FIOl/00473 



10 



15 



20 



25 



33 

grey coating on the substrate. The fihn had high resistance in the oider of megaohm 
measured with Hewlett Packard 34401 A multimeter. 

Then the substrate with the copper oxide coating was again loaded to the reaction chambCT 
of an F-120 flow-type ALCVD*™ reactor. The reaction chamber was evacuated to vacuum 
and heated to 310 or 360 ^^C depending on the experiment The pressure of the reaction 
chamber was adjusted to about 5-10 mbar with flowing nitrogen gas. 

Ethanol with a purity of 99.5% was used as a reducing agent. Ethanol vapour was mixed 
with 400 std. cmVmin. of nitrogen gas (claimed purity 99.9999%). The gas mixture was 
introduced to the reaction chamber and contacted with the substrate for 300 s. After the 
reduction process the reactor was cooled to below 100 °C and the substrate was tmloaded 
for inspection. 

As a result, there was a thin fihn with a copper metal lustre on the siUcon substrate. The 
film had good adhesion on silicon and no peeling of the fihn was observed. The resistance 
of the film had dropped from megaohm range to ohm range, i.e. 6 orders of magnitude. The 
experiments showed that CuO can be successfully reduced into copper metal. 

EXAMPLE 11: Reduction of cobalt oxide with ethanol 

Cobalt oxide thin film on a silicon substrate was heated to 400 and exposed to ethanol 
vapor for 10 mmutes m an F-200 flow-type ALCVD™ reactor. The pressure of the 
reaction chamber was adjusted to about 5-10 mbar with a mechanical vacuum pump and 
flowing nitrogen gas. According to EDS measurements, the 64 nm thin film had contained 
before the ethanol e3q)osure oxygen and cobalt ux a ratio of 1,1, which indicated the 
presense of CoO with some CO3O4. After the ethanol vapor exposure the thin film on the 
substrate consisted of 100% Co and the thickness had decreased to 39 nm due to the 
removal of oxygen from the cobalt oxide. The cobalt metal fihn had excellent adhesion to 
the siUcon substrate. 

EXAMPLE 12: Reduction of palladium oxide with ethanol 

Palladium oxide PdO thui fihns on silicon and SiOj, TiN, W^^N, and WyC coated substrates 
were loaded into an F-200 flow-type ALCVD™ reactor. The pressure of the reaction 
chamber was adjusted to about 5-10 mbar with a mechanical vacuum pump and flowing 
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nitrogen gas. The samples were heated to 400 and exposed to ethanol vapor for 5 
minutes* The thickness of the resulting palladixmi metal film was 10 — 30 nm depending on 
the initial palladium oxide thin film thickness. According the EDS measurements the 
reduced thin film consisted of 100% Pd with non-detectable amount of oxygen. The 
5 palladium metal film had excellent adhesion on silicon, SiOj, TiN, W^N, and WyC surfaces 
after the reduction process. 
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Claims: 



1 . A process for producing an integrated circuit containing at least one layer of elemental 
metal which during the processing of the integrated circuit is at least partly in the form of 
5 metal oxide, characterised in that the metal oxide layer is at least partly reduced to 
elemental metal with an gaseous reducing agent consisting of one or more compounds 
selected from organic compounds containing one or more of the following functional 
groups: alcohol (-OH), aldehyde (-CHO), and carboxylic acid (-COOH). 

10 2. A process for producing an integrated circuit containing at least one layer of elemental 
copper which during the processing of the integrated circuit is at least partly in the form of 
copper oxide, characterised in that the copper oxide layer is at least partly reduced 
to elemental copper with a reducing agent selected from organic compoimds containing 
one or more of the following functional groups: alcohol (-OH), aldehyde (-CHO), and 

15 carboxylic acid (-COOH). 

3. The pn>cess according to claim 1, wherein the metal is molybdenum (Mo), tungsten 
(W), rhenium (Re), iron (Fe), ruthenium (Ru), osmium (Os), cobalt (Co), rhodium (Rh), 
iridium (Ir), nickel (Ni), palladium (Pd), platinum (Pt), silver (Ag), gold (Au), zinc (Zn), 

20 cadmium (Cd), indium (In), germanium (Ge), tin (Sn), lead (Pb), antimony (Sb) or bismuth 
(Bi). 

4. The process according to claim 1 or 2, wherein the metal oxide layer is fomied by 
depositing metal oxide. 

25 

5. The process according to claim 1 or 2, whereia the metal oxide layer is formed by 
imdesired oxidation of a metal layer. 

6. The process according to any of claims 1 to 5, wherein the thickness of the metal oxide 
30 layer is 0.1 to 1000 nm, preferably 0.1 to 400 mn. 



7. The process according to any of claims 1 to 6, wherein the reduction is carried out at a 
temperature of 400 **C or less. 
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8. The process according to any of claims 1 to 7, wherein the reduced metal oxide is a 
seed layer for electrochemically deposited metal layer. 

9. The process according to any of the preceding claims, wherein the metal oxide on 

5 metallization layer or inside metallization layer is at least partly reduced to elemental metal 
during a pre-CMP aimealing. 

10. The process according to any of claims 1 to 7, wherein the metal oxide layer on 
metallic intercoxmects is at least partly reduced to elemental metal after the process step of 

10 the post-CMP cleaning. 

11. The process according to any of claims 1 to 7, wherein the metal oxide on exposed via 
bottom metal is at least partly reduced to elemental metal before the deposition of a 

diffusion barrier. ^ :^ ^ 

15 - 

12. The process according to any of claims 1 to 7, wherein the reduced metal oxide is a 
capacitor electrode. 

4 

.... - ^ 

13. The process according to any of claims 1 to 7, wherein the reduced metal oxide is a 

20 transistor gate metal. -.-^ . 

14. The process according to any of claims 1 to 7, wherein the reduced metal oxide is an 
intermediate layer (76) between silicon and tungsten plugs on the source and drain areas of 
the transistor. 

25 

15. The process according to any of claims 1 to 7, wherein the reduced metal oxide is on a 
wire bonding pad. 

16. The process according to any of the preceding claims, wherein the metal oxide is 
30 formed after or during a resist stripping step of the manxifacturing of an IC device. 

17. The process according to any of claims 1 to 16, wherein the reducing agent is an 
organic compound containing at least one alcohol (-0H) group, said reducing agent being 
selected from the group of 
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- primary alcohols, in particular primary alcohols according to the general formula 
(I) 

R^-OH (I) 

5 

wherein is a linear or branched C, - Qo ^Ikyl or alkenyl group, preferably 
methyl, ethyl, propyl, butyl, penlyl or hexyl, 

— secondary alcohols, in particular secondary alcohols according to formula (H) 

OH 

10 I (II) 

R'-CH-RV 

wherein each R* is selected independently from the groiq) of linear or branched Ci — 
C20 alkyl and alkenyl groups, preferably methyl, ethyl, propyl, butyl, pentyl and 
hexyl, 

15 — tertiary alcohols, in particular tertiary alcohols according to the general formula 

m 

OH 

I 

R'-C-R* (m) 

20 



wherein each R^ is selected independently from the group of linear or branched — 
C20 alkyl and alkenyl groups, preferably methyl, ethyl, propyl, butyl, pentyl and 
25 hexyl, 

— polyhydroxy alcohols, 

— cyclic alcohols which have an -OH group attached to at least one carbon atom 
which is part of a ring of 1 - 10, typically 5-6 carbon atoms, 

— aromatic alcohols having at least one -OH group attached either to the benzene 
30 ring or to a carbon atom in a side-chain attached to benzene ring, 

— halogenated alcohols, and 

— other derivatives of alcohols. 
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18. The process according to any of claims 1 to 16, wherein the reducing agent is an 
organic compound containing at least one aldehyde (-CHO) group, said reducing agent 
being selected from the group of 

- compounds having the general fonniila (V) 

5 R'-CHO (V) 

wherein is hydrogen or linear or branched Cj - C20 alkyl or alkenyl group, 
preferably methyl, ethyl, propyl, butyl, pentyl or hexyl, 

- compounds having the general formula (VI) 

OHC-R^-CHO (VI) 
10 wherein R"* is a linear or branched Cj - C20 saturated or xmsaturated hydrocarbon or 

R"* is zero, when the aldehyde groups are bonded to each other, 

- halogenated aldehydes, and 

- other derivatives of aldehydes. 

15 19. The process according to any of claims 1 to 16, wherein the reducing agent is an 
organic compound containing at least one carboxylic acid (--COOH) group, said reducing 
agent being selected from the group of 

- compounds having the general formula (VIT) 

R^COOH (VII) 
20 wherein R^ is hydrogen or linear or branched Ci - alkyl or alkenyl group, 

preferably methyl, ethyl, propyl, butyl, pentyl or hexyl, 

- polycarboxylic acids, 

- halogenated carboxylic acids, and 

- other derivatives of carboxylic acids. 

25 
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Fig. 7. Resistance of copper samples 
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